-•I 



(19) 



J 



Europaisches Patentamt 
European Patent Office 
Office europeen des brevets 



IIHIOHI 



(12) 



(43) Date of publication: 

10.04.2002 Bulletin 2002/15 

(21) Application number: 01308507.1 

(22) Date of filing: 04.10.2001 



(n) EP1 195 757 A2 

EUROPEAN PATENT APPLICATION 

(51) IntCI. 7 : G11B 7/24 



IPO 



!*c nr. 



(84) Designated Contracting States: 

AT BE CH CY DE DK ES Fl PR GB GR IE IT LI LU 
MC NL PT SETR 
Designated Extension States: 
AL LT LV MK RO SI 

(30) Priority: 06.10.2000 JP 2000308064 

(71) Applicant: Pioneer Corporation 
Meguro-ku, Tokyo (JP) 

(72) Inventors: 

• Sugiura, Satoshi, 
c/o Corporate Research and Dev. 
Tsurugashima-shi, Saitama (JP) 



• Tachibana, Aklhiro, 

c/o Corporate Research and Dev 
Tsurugashima-shi, Saitama (JP) 

• Yamakawa, Yuzo, 

c/o Corporate Research and Dev. 
Tsurugashima-shi, Saitama (JP) 

(74) Representative: Haley, Stephen 
Gill Jennings & Every, 
Broadgate House, 
7 Eidon Street 
London EC2M 7LH (GB) 



(54) Optical recording medium with super-resolution layer structure using near-field light 



(57) In an optical recording medium having a super- 
resolution layer structure using near-field light, compris- 
ing a readout layer 3 for forming a light scattering region 
9 in the center portion of a laser spot, and a recording 
layer 5 for receiving near-field light 10 generated from 



the light scattering region 9 of the readout layer 3, scat- 
tering bodies 61 for increasing the generated near-field 
light are provided while enhancing a scattering effect of 
the near-field light 1 0 applied to a mark 51 of the record- 
ing layer 5. 
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Description 

[0001] The present invention relates to an optical re- 
cording medium capable of making a high density 
record using a principle of a super-RENS. 
[0002] As a method for implementing an optical 
record of high density, a recording and reproducing 
technique referred to as a super-RENS (super- Resolu- 
tion Near-field Structure) using near-field light has been 
known (for example, O plus E Vol.22, No. 2 Pages 202 
to 207, February, 2000). An optical disk (super-RENS 
disk) using a super-RENS method provides a readout 
layer in addition to a recording layer. The readout layer 
has properties in which reflectance becomes high at 
room temperature and transmittance becomes high at 
high temperature, and when a laser is applied, a fine 
opening with high transmittance is formed in a high tem- 
perature portion of the center of a laser spot. When near- 
field light occurring from this fine opening reaches a 
mark of the recording layer, the near-field light is con- 
verted into propagation tight and a part of the light is 
reflected toward a pickup and information recorded in 
the recording layer as a mark is reproduced. 
[0003] However, in such a super-RENS disk, a 
change in intensity of the reflected light according to the 
presence or absence of the mark of the recording layer, 
namely a degree of modulation is insufficient and in or- 
der to commercialize the super-RENS as an optical disk, 
it is necessary to improve the degree of modulation. 
[0004] An object of the invention is to provide an op- 
tical recording medium using a super-RENS method ca- 
pable of securing a large degree of modulation. 
[0005] An optical recording medium having a super- 
resolution layer structure using near-field light of the in- 
vention is characterized in that in an optical recording 
medium having a super-resolution layer structure using 
near-field light, comprising a readout layer (3) for form- 
ing the near-field light in the center portion of a laser 
spot, and a recording layer (5) for receiving the near- 
field light generated in the readout layer (3), scattering 
bodies (61 ) are provided. 

[0006] The generated near-field light can be in- 
creased while enhancing a scattering effect of the near- 
field light applied to a mark (51) of the recording layer 
(5) by the scattering bodies (61 ). Therefore, a degree of 
modulation can be improved. The scattering bodies (61 ) 
may be formed in a particle shape or a dot shape, or 
may be formed in a line shape. In the dot shape, a rec- 
tangle, a circle or other shapes can be selected arbitrar- 
ily. The line may be formed parallel to tracks of the re- 
cording layer or along the tracks, or may be formed ver- 
tical to the tracks or slant to the tracks. In the case of 
forming the scattering bodies (61) In a line shape or 
forming particles or dots of the scattering bodies (61 ) in 
a line shape, it is easy to arrange the scattering bodies 
(61 ) equivalents with respect to the mark (51 ) over the 
entire tracks when lines are formed along spiral tracks, 
so that there are advantages that it becomes easy to 



maintain a constant degree of modulation over the entire 
tracks or it becomes easy to manufacture the optical re- 
cording medium. As the scattering bodies (61). for ex- 
ample, any metal can be used. A method for reading the 

5 mark (51) of the recording layer (5) may be a method 
for capturing the reflected light or a method for capturing 
the transmitted light. Also, a wavelength of laser light for 
reading information of the recording layer (5), a numer- 
ical aperture of an objective lens, etc. are not limited to 

10 an embodiment. A polarization direction of the laser light 
for reading information of the recording layer (5) may be 
a direction along the tracks of the recording layer or may 
be a direction vertical to the tracks or a direction slant 
to the tracks. The laser light may not be linearly polar- 

15 ized light. 

[0007] For example, gold may be used as the scatter- 
ing bodies (61). 

[0008] A scattering body holding layer (6) for holding 
the scattering bodies (61) is provided, and the scattering 

20 body holding layer (6) may be provided in the opposite 
side of the readout layer (3) with the recording layer (5) 
sandwiched. In this case, the scattering body holding 
layer (6) can easily be arranged in a position close to 
the recording layer (5), so that the generated near-field 

25 light can effectively be increased while efficiently en- 
hancing a scattering effect of the near-field light (10) by 
the scattering bodies (61). 

[0009] The scattering bodies (61 ) may be provided in 
the recording layer (5). In this case, the scattering bod- 

30 ies (61 ) can be arranged close to the mark (51), so that 
a scattering effect of the near-field light (1 0) by the scat- 
tering bodies (61) can be enhanced efficiently. 
[0010] A scattering body holding layer for holding the 
scattering bodies (61 ) is provided, and the scattering 

35 body holding layer may be provided between the record- 
ing layer (5) and the readout layer (3). In this case, the 
scattering body holding layer can easily be arranged in 
a position close to the recording layer (5), so that a scat- 
tering effect of the near-field light (10) by the scattering 

40 bodies (61 ) can be enhanced efficiently. In this case, the 
scattering bodies may be arranged in a gap layer (4) 
provided between the recording layer (5) and the read- 
out layer (3). 

[0011] The scattering bodies (61) may be made of 

« particulate matter. 

[0012] The scattering bodies (61 ) may be formed in a 
line shape. In this case, particulate scattering bodies 
may be arranged in a line shape or the scattering bodies 
(61) may be formed in a line shape. A direction of the 

so |jne may be a direction along the tracks of the recording 
layer (5) or may be a direction vertical to the tracks or a 
direction slant to the tracks. 

[0013] Incidentally, in order to facilitate an under- 
standing of the invention, reference numerals of the ac- 
55 companying drawings are designated by parentheses, 
but thereby the invention is not limited to the embodi- 
ment shown in the drawings . 
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In the Drawings; 
[0014] 

Fig. 1 is a sectional view schematically showing an 
optical recording medium of the present embodi- 
ment; 

Figs. 2A to 2D are diagrams showing a position re- 
lation between scattering bodies and marks, in- 
which Fig. 2 A is a diagram showing pattern 1 , Fig. 
2B is a diagram showing pattern 2, Fig. 2C is a di- 
agram showing pattern 3, and Fig. 2D is a diagram 
showing pattern 4, respectively; 
Fig. 3 is a diagram showing an effect of the scatter- 
ing bodies in each the example of patterns 1 to 4; 
and 

Fig. 4 is a sectional view schematically showing an 
optical recording medium in which scattering bodies 
are not provided. 

[0015] One embodiment of an optical recording me- 
dium of the invention will be described below with refer- 
ence to Figs. 1 to 4. Fig. 1 is a sectional view schemat- 
ically showing the optical recording medium of the em- 
bodiment, and Fig. 2 is a diagram showing arrangement 
states of scattering bodies. 

[0016] As shown in Fig. 1 , an optical recording medi- 
um 100 of the embodiment is constructed by sequen- 
tially stacking a substrate 1 made of glass or polymeric 
material, a protective layer 2 made of ZnS-Si0 2 , a rea- 
dout layer 3 made of AgOx, a gap layer 4 made of 
ZnS-Si0 2 , a recording layer 5 made of GeSbTe and a 
protective layer 6 made of 2nS-Si0 2 from the top toward 
the bottom in Fig. 1 . As a thickness of each the layer, 
for example, the gap layer 4 is 20 to 30 nm in thickness 
and the recording layer 5 is 30 nm in thickness and the 
protective layer 6 is 20 nm in thickness. The protective 
layer 2, the readout layer 3, the gap layer 4, the record- 
ing layer 5 and the protective layer 6 can be formed us- 
ing a vapor deposition method etc. publicly known. 
[001 7] As shown in Fig. 1 , a mark 51 acting as record 
information is formed in the recording layers. Also, scat- 
tering bodies 61 made of Au for improving a degree of 
modulation are provided in the protective layer 6. Figs. 
2A to 2D illustrate an arrangement method of the mark 
51 and the scattering bodies 61 in the case of viewing 
the optical recording medium 1 00 from a direction of line 
ll-ll of Fig. 1 . The marks 51 are provided along spirally 
or concentrically formed tracks in a manner similar to a 
normal optical disk. 

[0018] In an example of pattern 1 shown in Fig. 2A, 
the scattering bodies 61 are arranged in a line shape at 
predetermined intervals vertical to a direction of reading 
by a pickup shown by arrow P. It is set so that a diameter 
of the scattering body 61 is finer than a diameter of the 
mark 51 of the recording layer 5 or a pitch of lines of the 
scattering bodies 61 is smaller than a pitch of the marks 
51. In an example of pattern 2 shown in Fig. 2B, in a 



manner similar to the example of pattern 1 , the scatter- 
ing bodies 61 are arranged in a line shape at predeter- 
mined intervals vertical to the direction of reading by the 
pickup shown by arrow P, but a position relation between 

5 the mark 51 and the scattering bodies 61 differs. That 
is, in pattern 1 of Fig. 2A, the scattering bodies 61 are 
arranged so as to form the lines in a portion close to the 
edge of the mark 51 , but in pattern 2 of Fig. 2B, the scat- 
tering bodies 61 are arranged so as to form the lines in 

io the vicinity of the center of the mark 51 . 

[0019] In an example of pattern 3 shown in Fig. 2C, 
the scattering bodies 61 are arranged in a line shape at 
predetermined intervals parallel to the direction of read- 
ing by the pickup shown by arrow P. It is set so that a 

*5 diameter of the scattering body 61 is finer than a diam- 
eter of the mark 51 of the recording layer 5 or a pitch of 
lines of the scattering bodies 61 is smaller than a pitch 
of the marks 51 . In an example of pattern 4 shown in 
Fig. 2D, in a manner similar to the example of pattern 3, 

20 the scattering bodies 61 are arranged in a line shape at 
predetermined intervals parallel to the direction of read- 
ing by the pickup shown by arrow P, but a position rela- 
tion between the mark 51 and the scattering bodies 61 
differs. That is, in pattern 3 of Fig. 2C, the scattering bod- 

25 ies 61 are arranged so as to form the lines in the vicinity 
of the center of the mark 51 , but in pattern 4 of Fig. 2D, 
the scattering bodies 61 are arranged so as to form the 
lines overlapping with the mark 51 in a portion close to 
the edge of the mark 51 . 

30 [0020] Next, a method for reading the mark 51 of the 
optical recording medium 100 will be described. As 
shown in Fig. 1 , when a laser beam 8 is applied from 
the side of the substrate 1 , the readout layer 3 is heated 
in the center of a spot of the laser beam 8 and AgOx 

as (silver oxide) of the readout layer 3 chemically decom- 
poses into silver and oxygen. In the readout layer 3, re- 
flectance is low in a state of AgOx in room temperature 
but reflectance of silver generated by decomposition at 
the time of the heating is high, so that a fine light scat- 

to tering region 9 is formed. Near-field light 1 0 is generated 
around this light scattering region 9 and this near-field 
light 10 reaches the recording layer 5. Propagation light 
occurs by interaction between the near-field light 1 0 and 
the recording layer 5, and this propagation light passes 

45 through the readout layer 3, the protective layer 2 and 
the substrate 1 and is received by a pickup and thereby, 
a mark 51 formed in the recording layer 5 is read. Since 
the chemical decomposition of AgOx (silver oxide) in the 
readout layer 3 occurs in a region very smaller than the 

so spot of the laser beam 8, a reading radius smaller than 
a spot size of the laser beam 8 can be obtained. 
[0021 ] The spot of the laser beam 8 moves along spi- 
rally formed tracks and a high temperature portion of the 
readout layer 3 moves with the movement of the spot 

55 and a cooled portion returns to AgOx again by reversible 
reaction, so that the optical recording medium 100 can 
be reproduced repeatedly. 

[0022] In the optical recording medium 1 00 of the em- 
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bodiment, the scattering bodies 61 are provided close 
to the recording layer 5, so that the propagation light 
occurring by the interaction between the near-field light 
10 and the recording layers is amplified. 
[0023] Fig. 3 is a diagram showing an effect of the 
scattering bodies 61 in each the example of patterns 1 
to 4 of Figs. 2A to 2D, and a three-dimensional FDTD 
method (Finite Difference Time Domain Method) in con- 
sideration of polarization of a dielectric (reference: J.B. 
Judikins, R.W.Ziolkowski, J.Opt.SocAm.A, 12, 9, 
1974-1983, 1995) by a Lorentz model was used as an 
analysis technique. 

[0024] As a calculation model, the case that the mark 
51 within the recording layer 5 is a phase change region 
with a diameter of 1 20 mm spaced equally and the light 
scattering region 9 of the readout layer 3 is Ag (silver) 
particles with the same size as that of the mark 51 is 
assumed. Also, the scattering body 61 of the protective 
layer 6 is a rectangular parallelepiped of Au (gold) with 
a size of 40 nm x 40 nm x 15 nm (thickness: width of 
a vertical direction of Fig. 1). Incidentally, this is equiv- 
alent to the case that the scattering body 61 is formed 
in a prism shape (line shape) which is a rectangle with 
a sectional shape of 40 nm x 15 nm. A wavelength of 
an incident beam is 635 nm and polarized light is linearly 
polarized light of a direction (radial direction) vertical to 
a direction of reading by a pickup shown by arrow P. 
[0025] A degree of modulation is defined by "a degree 
of modulation = (l^lon) / (l^lon)"- Here, l off and 1^ are 
signal intensity in an off-mark (a region other than the 
mark 51) and an on-mark (a region on the mark 51) at 
the time of scanning the tracks in which the marks 51 
are arranged by the laser beam, respectively, and these 
are integral values of the quantity of reflected light re- 
turning within an objective lens with a numerical aper- 
ture of 0.6. 

[0026] An "absence" in Fig. 3 shows a degree of mod- 
ulation in the case that the scattering bodies are not pro- 
vided, and "pattern 1" shows a degree of modulation in 
pattern 1 of Fig. 2A, and "pattern 2" shows a degree of 
modulation in pattern 2 of Fig. 2B, and "pattern 3" shows 
a degree of modulation in pattern 3 of Fig. 2C, and "pat- 
tern 4" shows a degree of modulation in pattern 4 of Fig. 
2D, respectively. 

[0027] Fig. 4 is a sectional view schematically show- 
ing an optical recording medium in the case that the 
scattering bodies are absent, and the same numerals 
are designated to the same configuration elements as 
those of Fig. 1. This optical recording medium 100A is 
constructed by sequentially stacking a substrate 1 made 
of polymeric material, a protective layer 2 made of 
ZnS-SiO z , a readout layer 3 made of AgOx, a gap layer 
4 made of ZnS-Si0 2> a recording layer 5 made of GeS- 
bTe and a protective layer 6A made of ZnS-Si0 2 from 
the top toward the bottom in Fig. 1 . As shown in Fig. 4, 
scattering bodies corresponding to the scattering bodies 
61 are not formed in the protective layer 6A of the optical 
recording medium 100A, and the optical recording me- 



6 

dium 100A differs from the optical recording medium 
100 of Fig. 1 in this point. 

[0028] As shown In Fig. 3, a degree of modulation is 
0.82 % in the case that the scattering bodies are absent 
5 and is 4.82 % in the case of pattern 1 and is 4.33 % in 
the case of pattern 2 and is 1 .51 % in the case of pattern 
3 and is 1.59 % in the case of pattern 4, respectively, 
and the degree of modulation of any case of patterns 1 
to 4 in which the scattering bodies 61 are provided be- 
10 comes larger than that of the case that the scattering 
bodies are absent. Particularly in pattern 1 and pattern 
2, it is found that the degree of modulation increases by 
about 4 to 5 times compared with the case that the scat- 
tering bodies 61 are absent, and an effect of an improve- 
rs ment in the degree of modulation by the scattering bod- 
ies 61 is remarkable. 

[0029] In the embodiment described above, the case 
that the particulate scattering bodies are arranged has 
been shown, but the scattering bodies may be formed 
20 in a line shape. 

[0030] According to the optical recording medium us- 
ing the super-RENS method of the invention thus, the 
degree of modulation can be improved remarkably by 
enhancing a scattering effect of the near-field light 10 
25 applied to the mark 51 by the scattering bodies 61 . In- 
cidentally, a material of the scattering body, a formation 
pattern of the scattering body, a size of the scattering 
body, a position relation between the scattering body 
and the recording layer, a material or thickness of other 
30 layers, etc. are not limited to the embodiment described 
above. 



Claims 

35 

1. An optica! recording medium having a super-reso- 
lution layer structure using near-field light, compris- 
ing: 

40 a readout layer for forming the near-field light 

in the center portion of a laser spot; 
a recording layer for receiving the near-field 
light generated in the readout layer, and 
scattering bodies for enhancing a scattering ef- 

45 feet of the near-field light. 

2. The optical recording medium as defined in claim 

1 , wherein said scattering bodies are made of met- 
al. 

50 

3. The optical recording medium as defined in claim 

2, wherein said scattering bodies are made of gold. 

4. The optical recording medium as defined in claim 
55 1 , further comprising: a scattering body holding lay- 
er for holding said scattering bodies, said scattering 
body holding layer being provided at an opposite 
side of said readout layer with the recording layer 
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sandwiched. 

5. The optical recording medium as defined in claim 
1, wherein said scattering bodies are provided in 
said recording layer. s 

6. The optical recording medium as defined in claim 
1 , further comprising a scattering body holding layer 
for holding said scattering bodies, said scattering 
body holding layer being provided between said re- to 
cording layer and said readout layer. 

7. The optical recording medium as defined in claim 
1 , wherein said scattering bodies are made of par- 
ticulate matter. 15 

8. The optical recording medium as defined in claim 
1, wherein said scattering bodies are formed in a 
line shape. 

20 
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FIG.2A 



FIG.2B 
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